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PROBLEM TO BE SOLVED: To provide a porous honeycomb filter having high collection 
efficiency of fine particles (particulates) or the like, capable of preventing the increase in 
pressure loss caused by the clogging of pores, and capable of developing these characteristics 
especially coping with a recent diesel engine employing high pressure fuel injection, a common 
rail or the like, and a method for manufacturing the same. 

SOLUTION: The porous honeycomb filter comprises a material containing cordierite controlled 
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pore size of >50 //m is 10% or less of the total pore volume. 
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♦NOTICES* ^ 

JPO and NCIPI are not responsible for any 
damages caused by the use of this translation. 

1 .This document has been translated by computer. So the translation may not reflect the original 
precisely. 

2 **** s hows the word which can not be translated. 
3. In the drawings, any words are not translated. 



[Claim(s)] 

[Claim 1] Pore volume to which it is the porosity honeycomb filter which consists of an ingredient 
which makes the KODI light which controlled pore distribution the main crystal phase, and said pore 
distribution exceeds 50 micrometers of pore size 75% or more of the pore-volume :all pore volume of 
10-50 micrometers of pore size 15% or less of the pore-volume:all pore volume of less than 10 
micrometers of pore size: The porosity honeycomb filter of total pore volume which comes out and 
is characterized by a certain thing 10% or less. 

[Claim 2] The porosity honeycomb filter according to claim 1 whose porosity of a honeycomb filter 
is 50 -75%. 

[Claim 3] The porosity honeycomb filter according to claim 2 whose porosity of a honeycomb filter 
is 65 -75%. 

[Claim 4] A porosity honeycomb filter given in any 1 term of claims 1-3 whose coefficients of 
thermal expansion in 40-800 degrees C of a honeycomb filter are less than [ 1.0xl0-6/degree C ]. 
[Claim 5] The manufacture approach of the porosity honeycomb filter characterized by considering 
as the particle size distribution in which it is the manufacture approach of the porosity honeycomb 
filter using the ceramic raw material which uses a cordierite-ized raw material as the main raw 
material, and said cordierite-ized raw material contains a kaolin below by 0 - 10 mass %, and powder 
with a particle size of 75 micrometers or more contains source components of a silica (Si02) other 
than a kaolin and talc below by 1 mass %. 

[Claim 6] The manufacture approach of a porosity honeycomb filter according to claim 5 that said 
cordierite-ized raw material contains said kaolin by 1 - 10 mass %. 

[Claim 7] The manufacture approach of a porosity honeycomb filter according to claim 5 or 6 that 
source components of a silica (Si02) other than said kaolin and said talc are the things of a quartz or 
fused silica which contain a kind at least. 

[Claim 8] The manufacture approach of a porosity honeycomb filter with said cordierite-ized raw 
material given [ as a source component of an alumina (aluminum 203) ] in any 1 term of claims 5-7 
of an aluminum oxide or an aluminum hydroxide which contain a kind at least. 
[Claim 9] The manufacture approach of the porosity honeycomb filter according to claim 8 which 
does 15-45 mass % content of an aluminum hydroxide with a particle size of 1-10 micrometers as 
said source component of an alumina (aluminum 203). 

[Claim 10] The manufacture approach of the porosity honeycomb filter according to claim 8 or 9 
which does 0-20 mass % content of an aluminum oxide with a particle size of 4-8 micrometers as 
said source component of an alumina (aluminum 203). 

[Claim 1 1] The manufacture approach of a porosity honeycomb filter given in any 1 term of claims 
5-10 to which said cordierite-ized raw material does 37-40 mass % content of talc as a source 
component of a magnesia (MgO). 

[Claim 12] The manufacture approach of a porosity honeycomb filter according to claim 1 1 that the 
particle size of said talc is 5-40 micrometers. 

[Claim 13] The manufacture approach of a porosity honeycomb filter given in any 1 term of claims 
5-12 to which this ceramic raw material carries out 1-4 weight section content of the foaming resin 
to this cordierite-ized raw material 100 weight section. 
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* NOTICES * 

JPO and NCI PI are not responsible for any 
damages caused by the use of this translation. 

LThis document has been translated by computer. So the translation may not reflect the original 
precisely. 

2.**** shows the word which can not be translated. 
3. In the drawings, any words are not translated. 

DETAILED DESCRIPTION 

[Detailed Description of the Invention] 
[0001] 

[Field of the Invention] This invention relates to a porosity honeycomb filter and its manufacture 
approach. In more detail, collection efficiency, such as a particle (particulate), is high, and can 
prevent increase of the pressure loss by the blinding of pore, and is related with the porosity 
honeycomb filter which can demonstrate these properties corresponding to the diesel power plant 
which adopted high-pressure fuel injection in recent years, a common rail, etc. especially, and its 
manufacture approach. 
[0002] 

[Description of the Prior Art] In recent years, as equipment from which the particle in exhaust gas is 
removed, it has the structure which ******( e d) alternately two or more through tubes which carry 
out opening to an emission close side edge side and an exhaust gas discharge side edge side in 
respect of both ends, the septum between each through tube (it has two or more pores) is 
compulsorily passed for the exhaust gas which flowed from the emission close side edge side, and 
uptake and the porosity honeycomb filter to remove are used in the particle in exhaust gas. 
[0003] In this porosity honeycomb filter, it is required that pore distribution should be controlled by 
relation with the particle size of the particle in exhaust gas since engine performance, such as 
collection efficiency and pressure loss, differs by into how much the aperture of the pore formed in 
the septum between each through tube is made. 

[0004] Conventionally, as a porosity honeycomb filter, many things of the product made from 
cordierite which is excellent in thermal resistance, or the product made from silicon carbide are used, 
and that to which the average of pore size is 1-15 micrometers, and controlled pore size in the range 
where pore distribution is very as narrow as less than [ (standard deviation SD) 0.20 ] is indicated 
about the porosity honeycomb filter made from silicon carbide with easy control of pore size (JP,5- 
23512,A). 

[0005] on the other hand, as a honeycomb filter made from cordierite which controlled the aperture 
of pore While raising porosity by not making a cordierite-ized raw material contain a kaolin and an 
aluminum oxide The aluminum hydroxide which controlled particle size in the specific range (the 
powder whose particle size is 0.5-3 micrometers, and the powder whose particle size is 5-15 
micrometers occupy 50 - 100% of the whole aluminum hydroxide), In the KODI light-ized raw 
material which serves as fused silica (a mean diameter is 30-100 micrometers) from talc The 
honeycomb filter whose average aperture obtained by the manufacture approach using the raw 
material which added a predetermined organic blowing agent or combustible material is 25-40 
micrometers is indicated (JP,9-77573,A). 

[0006] However, since pore size was mainly controlled by this honeycomb filter with an aluminum 
hydroxide, and an organic blowing agent or combustible material, even if average pore size was 
controllable, it was impossible to have made pore distribution into the narrow range of desired. 
Moreover, in order to coarse-grain-ize an aluminum hydroxide, it also had the problem that a 
coefficient of thermal expansion increased. 

[0007] On the other hand, each component of talc, a silica, an alumina, and a kaolin is used as the 
powder of a specific particle size. Were obtained by the manufacture approach using the raw 
material which added graphite as an ostomy agent in the KODI light-ized raw material mixed with 
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}fzmicrometers or less of** pore size is indicated 



specific content. The pore ot Z micrometers or less of** pore size is indicated for pore distribution, 
and the honeycomb filter of all below 10 volume [ in pore ] %**s is indicated for the pore of 100 
micrometers or more of ** pore size below all 7 volume [ in pore ] %, respectively (the patent No. 
2578176 official report, the patent No. 2726616 official report). 

[0008] However, since it was not taken into consideration especially about the point that the ease 
which controls pore size by these honeycomb filters for every component differs, the limitation 
controlled the minimum or upper limit of pore distribution, and it was impossible to have made pore 
distribution into the narrow range of desired. 

[0009] The point that the ease which controls pore size for every component of talc, a silica, an 
alumina, and a kaolin differs is noted to these. About both the components of talc and a silica, 
powder with a particle size of 1 50 micrometers or more is made below into 3 mass % from the whole 
raw material. And the honeycomb filter with which the pore of 10-50 micrometers of pore size 
obtained by the manufacture approach using the KODI light-ized raw material which adjusted 
powder with a particle size of 45 micrometers or less to below 25 mass % occupies all 52.0 in pore - 
74.1 volume % is proposed (JP,7-38930,B). 

[0010] This honeycomb filter can prevent increase of pressure loss by prevention of blinding while 
being able to improve collection efficiency compared with the various honeycomb filters made from 
a KODI light which attain controlling pore size in the narrow range of 10-50 micrometers for the 
first time, and mentioned it above with the honeycomb filter made from a KODI light. Moreover, a 
coefficient of thermal expansion can be made small by making particle size of talc small. 
[001 1] However, as for the particle in exhaust gas, the honeycomb filter with which the particle 
controlled pore size by amelioration (high-pressure fuel injection, a common rail, etc. are adopted.) 
of a diesel power plant to altitude extremely with reduction-ization of a discharge since it was 
equalizing (most particle size of a particle is 1 micrometer of abbreviation.), minor-diameter-izing 
and is demanded strongly in recent years. 

[0012] On the other hand, since the kaolin in a KODI light-ized raw material was manufactured in 
this honeycomb filter, without meaning at all about participating in formation of pore 10 
micrometers or less deeply, it was not what cannot form pore of 10-50 micrometers of pore size at 
the high rate more than 75.0 volume %, but can accept such a request in recent years. 
[0013] 

[Problem(s) to be Solved by the Invention] This invention was made in view of the above-mentioned 
problem, its collection efficiency, such as a particle (particulate), is high, and it can prevent increase 
of the pressure loss by the blinding of pore, and aims at offering the porosity honeycomb filter which 
can demonstrate these properties corresponding to the diesel power plant which adopted high- 
pressure fuel injection in recent years, a common rail, etc. especially, and its manufacture approach. 
[0014] 

[Means for Solving the Problem] By low-concentration-izing a kaolin, this invention person did the 
knowledge of pore volume distribution being controllable in the desired range to altitude, and 
completed this invention while he controlled the particle size of the silica component of a KODI 
light-ized raw material, as a result of inquiring wholeheartedly in order to solve an above-mentioned 
technical problem. 

[0015] Namely, pore volume to which it is the porosity honeycomb filter which consists of an 
ingredient which makes the KODI light which controlled pore distribution the main crystal phase 
according to this invention, and pore distribution exceeds 50 micrometers of pore size 75% or more 
of the pore-volume:all pore volume of 10-50 micrometers of pore size 15% or less of the pore- 
volumerall pore volume of less than 10 micrometers of pore size: The porosity honeycomb filter 
characterized by being 10% or less of total pore volume is offered. 

[0016] In the honeycomb filter of this invention, it is desirable that the porosity of a honeycomb 
filter is 50 - 75%, it is more desirable that it is 65 - 75%, and it is desirable that it is especially 68 - 
75%. Moreover, it is desirable that the coefficient of thermal expansion in 40-800 degrees C of a 
honeycomb filter is less than [ 1.0xl0-6/degree C ]. 

[0017] Moreover, according to this invention, it is the manufacture approach of the porosity 
honeycomb filter using the ceramic raw material which uses a cordierite-ized raw material as the 
main raw material, and the manufacture approach of the porosity honeycomb filter characterized by 
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a cordierite-ized raw materi^^nsidering as the particle size distribution in"which a kaolin is 
contained below by 10 mass %, and powder with a particle size of 75 micrometers or more contains 
source components of a silica (Si02) other than a kaolin and talc below by 1 mass % is offered. 
[0018] JP,9-77573,A can be made to contain a kaolin at a rate of 1 - 10 mass % in the manufacture 
approach of the honeycomb filter of this invention unlike the manufacture approach of a publication. 
[0019] Moreover, source components of a silica (Si02) other than a kaolin and talc have the 
desirable thing of a quartz or fused silica which contained a kind at least. - 

[0020] Moreover, a cordierite-ized raw material has the desirable thing of an aluminum oxide or an 
aluminum hydroxide which contained a kind at least as a source component of an alumina 
(aluminum 203). Under the present circumstances, it is desirable to do 15-45 mass % content of an 
aluminum hydroxide with a particle size of 1-10 micrometers, or to do 0-20 mass % content of an 
aluminum oxide with a particle size of 4-8 micrometers as a source component of an alumina 
(aluminum 203). 

[0021] Moreover, as for a cordierite-ized raw material, it is desirable as a source component of a 
magnesia (MgO) to do 37-40 mass % content of talc, and, as for the particle size of talc, it is 
desirable in this case that it is 5-40 micrometers. Moreover, it is also desirable to use what carried 
out 1-4 weight section content of the foaming resin to the cordierite-ized raw material 100 weight 
section as a ceramic raw material. 
[0022] 

[Embodiment of the Invention] Hereafter, the gestalt of operation of this invention is explained 
concretely. 

1. The porosity honeycomb filter of porosity honeycomb filter this invention is a porosity 
honeycomb filter which makes the KODI light which controlled pore distribution highly in the 
specific range the main crystal phase. Hereafter, it explains concretely. 

[0023] Although the porosity honeycomb filter of this invention considers cordierite as the main 
crystal, any, such as orientation, non-orientation, alpha crystalline substance, and beta crystalline 
substance, are sufficient as cordierite. 

[0024] Moreover, other crystal phases, such as a mullite, zircon, aluminum titanate, clay bond silicon 
carbide, a zirconia, a spinel, an indialite, Safi Lynn, corundum, and a titania, may be contained. In 
addition, these crystal phases may be independent one sort or a thing which contains two or more 
sorts in coincidence. 

[0025] The pore volume of the pore distribution in the porosity honeycomb filter of this invention to 
which the pore volume whose pore volume of less than 10 micrometers of pore size is 15% or less of 
total pore volume and 10-50 micrometers of pore size exceeds 50 micrometers of pore size 75 to 
100% of total pore volume is 10% or less of total pore volume. 

[0026] If the pore volume of 10-50 micrometers of pore size turns into less than 75% of total pore 
volume and the pore volume of less than 10 micrometers of pore size exceeds 15% of total pore 
volume, when producing increase of pressure loss by the blinding of pore and attaching a catalyst to 
a filter, increase of pressure loss will be produced by the blinding of the pore by the catalyst. On the 
other hand, the pore volume of 10-50 micrometers of pore size turns into less than 75% of total pore 
volume, and if the pore volume exceeding 50 micrometers of pore size exceeds 10% of total pore 
volume, particulate collection efficiency will fall. 

[0027] Especially, ****-izing, since it is equalizing, if the pore volume of 10-50 micrometers of pore 
size does not make [ a particulate ] it efficient with 75% or more of total pore volume with 
amelioration of a diesel power plant in recent years, it becomes difficult to raise particulate 
collection efficiency corresponding to amelioration of such a diesel power plant. 
[0028] It is desirable that the point of reduction-izing of pressure loss and improvement in collection 
efficiency to porosity is 50 - 75%, as for the honeycomb filter of this invention, it is more desirable 
that porosity is 65 - 75%, and it is desirable that porosity is especially 68 - 75%. Moreover, it is 
desirable from the point of improvement in the thermal shock resistance at the time of elevated- 
temperature use that the coefficient of thermal expansion in 40-800 degrees C is less than [ 1.0x10- 
6/degree C ]. 

[0029] Although the honeycomb filter of this invention has the structure which usually ******(ed) 
alternately two or more through tubes which carry out opening to an emission close side edge side 
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and an exhaust gas discharge~Side edge side in respect of both ends There may not be especially a 
limit about the configuration of a honeycomb filter, for example, any, such as a configuration where 
the side face of the cylinder of a perfect circle or an ellipse, the prisms whose configurations of an 
end face are the polygons of a trigonum, a rectangular head, etc., these cylinders, and a prism curved 
into the character of **, are sufficient as the configuration of an end face. Moreover, there may not 
be especially a limit about the configuration of a through tube, either, for example, any, such as 
polygons, such as a rectangular head and eight angles, a perfect circle, and an ellipse, are sufficient 
as a cross-section configuration. 

[0030] In addition, the porosity honeycomb filter of this invention can be manufactured by the 
approach described below. 

[0031] 2. The manufacture approach of the porosity honeycomb filter of manufacture approach this 
invention of a porosity honeycomb filter is an approach of manufacturing the porosity honeycomb 
filter using the ceramic raw material which uses a cordierite-ized raw material as the main raw 
material, and controls the content and particle size of a specific component in a cordierite-ized raw 
material in the specific range. Hereafter, it explains concretely. 

[0032] As for the cordierite-ized raw material used for this invention, powder with a particle size of 
75 micrometers or more makes preferably source components of a silica (Si02) other than a kaolin 
and talc the particle size distribution below 0.5 mass % below 1 mass %. 

[0033] Thereby, the pore of the narrow range of 10-50 micrometers of pore size can be extremely 
formed at high rate, collection efficiency is high and a honeycomb filter without increase of the 
pressure loss by the blinding of pore can be manufactured. 

[0034] Namely, the thing for which this invention can form the pore of the pore size in which source 
components of a silica (Si02) other than the kaolin in a cordierite-ized raw material and talc carried 
out abbreviation correspondence at component particle size unlike other components, And it finds 
out that the pore of the narrow range of 10-50 micrometers of pore size can be extremely formed at 
high rate by cutting coarse-grain powder with a particle size of 75 micrometers or more into 
formation of the pore of 10 micrometers or less of pore size paying attention to hardly involving. 
[0035] As source components of a silica (Si02) other than a kaolin and talc, although a quartz, fused 
silica, a mullite, etc. can be mentioned, especially, it is stabilized, and exists to an elevated 
temperature, at the time of baking, control of pore size is an easy point, and the thing of a quartz and 
fused silica which contains a kind at least is desirable. 

[0036] As for this source component of a silica (Si02), it is desirable among a cordierite-ized raw 
material to do 15-20 mass % content of. Moreover, although Na20, K20, etc. may be contained as 
an impurity, the content of these impurities is the point that increase of a coefficient of thermal 
expansion can be prevented, and it is desirable among the source component of a silica (Si02) that it 
is below 0.01 mass % in total. 

[0037] The cordierite-ized raw material used by this invention makes a kaolin further the content 
below 10 mass %. 

[0038] If a kaolin contains exceeding 10 mass %, since formation of the pore of less than 10 
micrometers of pore size cannot be controlled, even if it controls the particle size of source 
components of a silica (Si02) other than the kaolin mentioned above and talc, it becomes impossible 
to make pore volume of 10-50 micrometers of pore size into 75% or more of total pore volume. 
[0039] That is, in addition to control of the particle size distribution of the source component of a 
silica (Si02) mentioned above, this invention finds out that the kaolin in a cordierite-ized raw 
material can control most formation of the pore of less than 10 micrometers of pore size by making 
content of a kaolin into the low rate below 10 mass % paying attention to mainly participating in 
formation of the pore of less than 10 micrometers of pore size. 

[0040] In addition, in order that this invention may control the content of a kaolin from the point of 
control of pore distribution, JP,9-77573,A may be made to contain it in the range of 1 - 10 mass % 
unlike the manufacture approach of a publication. 

[0041] Moreover, although a kaolin may contain a mica, a quartz, etc. as an impurity, as for the 
content of these impurities, it is desirable that they are the point that increase of a coefficient of 
thermal expansion can be prevented, and below 2 mass %. 

[0042] The cordierite-ized raw material used for this invention needs to blend source components of 
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an alumina (aluminum 203)rsuch as source components of a magnesia (MgO), such as talc, an 
aluminum oxide, and an aluminum hydroxide, etc. in addition to the source component of a silica 
(Si02) mentioned above, and a kaolin in order to blend each component so that it may become the 
theoretical presentation of a cordierite crystal. 

[0043] What contains both any one sort or these of an aluminum oxide or an aluminum hydroxide in 
that there are few impurities as a source component of an alumina (aluminum 203) is desirable, and 
what contains an aluminum hydroxide especially is desirable. 

[0044] Moreover, in the case of an aluminum hydroxide, 1-10 micrometers is desirable, and when it 
is an aluminum oxide, 4-8 micrometers is desirable [ the particle size of the source raw material of 
an alumina (aluminum 203) is the point which can control to a precision pore size distribution by the 
particle size distribution of the source component of a silica (Si02) mentioned above while being 
able to ** a coefficient of thermal expansion low, and / in the case of]. 

[0045] Moreover, as for the source raw material of an alumina (aluminum 203), it is desirable 
among a cordierite-ized raw material to do 15-45 mass % content of an aluminum hydroxide, and, as 
for an aluminum oxide, it is desirable to do 0-20 mass % content of. 

[0046] As a source component of a magnesia (MgO), for example, talc, a magnesite, etc. can be 
mentioned and talc is desirable especially. As for talc, it is desirable to do 37in cordierite-ized raw 
material -40 mass % content of, the particle size of talc has desirable 5-40 micrometers from the 
point which makes a coefficient of thermal expansion low, and its 10-30 micrometers are more 
desirable. 

[0047] Moreover, source components of a magnesia (MgO), such as talc used for this invention, may 
contain Fe203, CaO, Na20, K20, etc. as an impurity. 

[0048] However, as for the content of Fe 203, it is desirable among the source component of a 
magnesia (MgO) to consider as 0.1 to 2.5 mass %. High porosity can be obtained while being able to 
** a coefficient of thermal expansion low, if it is the content of this range. 

[0049] Moreover, as for the content of CaO, Na20, and K20, it is desirable to carry out from the 
point of making a coefficient of thermal expansion low, to below 0.35 mass % in these sum totals 
among the source component of a magnesia (MgO). 

[0050] It is desirable by increasing porosity further by the manufacture approach of this invention to 
make a cordierite-ized raw material contain the ostomy agent for forming pore etc. as an additive in 
that can raise collection efficiency and pressure loss can be reduced. 

[0051] As an ostomy agent, although foaming resin, such as an acrylic microcapsule, graphite, wheat 
flour, starch, phenol resin, a polymethyl methacrylate, polyethylene, or polyethylene terephthalate 
can be mentioned for example, the foaming resin [ finishing / foaming ] of an acrylic microcapsule 
etc. is desirable especially. 

[0052] Since the foaming resin [ finishing / foaming ] of an acrylic microcapsule etc. can obtain the 
little honeycomb filter of high porosity from it being hollow and generation of heat of the ostomy 
material in a baking process can be suppressed, even when adding ostomy material and considering 
as the honeycomb filter of high porosity, there is little generation of heat at a baking process, and 
generating of thermal stress can be reduced. 

[0053] But since reinforcement will fall and it will become easy to be damaged in the cases, such as 
canning, while the porosity of the honeycomb filter obtained becomes very large if foaming resin is 
added so much, it is desirable to carry out 1.0-4.0 weight section content to the cordierite-ized raw 
material 100 weight section, and it is more desirable to carry out 1.5-3.0 weight section content. 
[0054] The dispersant for being able to make other additives contain, for example, promoting the 
distribution to a binder and a medium if needed, etc. may be made to contain in this invention. 
[0055] Moreover, as a binder, the hydroxyprppyl methylcellulose, methyl cellulose, hydroxyethyl 
cellulose, carboxyl methyl cellulose, polyvinyl alcohol, etc. can be mentioned, and ethylene glycol, a 
dextrin, fatty-acid soap, polyalcohol, etc. can be mentioned as a dispersant, for example, in addition, 
each additive described above is independent one sort according to the purpose — or two or more 
sorts can be combined and it can use. 

[0056] In this invention, a honeycomb filter can be manufactured by the production process which 
especially a limit does not have except controlling the content and particle size of a specific 
component in a cordierite-ized raw material in the specific range, for example, is shown below. 
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[0057] First, to the cordierite-ized raw material 100 weight section mentioned above, it kneads and 
plasticity takes after supplying a binder 3-5 weight sections, the ostomy agent 2-40 weight 
sections, a dispersant 0.5 - 2 weight sections, and water 10-40 weight sections. 
[0058] Subsequently, as for shaping of a plasticity raw material, it is desirable to carry out by the 
extrusion-molding method at the point which can perform an extrusion-molding method, an 
injection-molding method, a press-forming method, and a ceramic raw material by the approach of 
forming the through tube after shaping in the shape of a cylinder etc., is made to carry out orientation 
of the cordierite crystal while continuous molding is easy especially, and is made to low-fever 
expansibility. 

[0059] Subsequently, hot air drying, microwave desiccation, dielectric drying, reduced pressure 
drying, a vacuum drying, freeze drying, etc. can perform desiccation of a generation form, and it is 
desirable quick and to perform the whole at the desiccation process which is the point which can be 
dried to homogeneity and combined hot air drying, microwave desiccation, or dielectric drying 
especially. 

[0060] Although baking of a desiccation Plastic solid is finally based also on the magnitude of a 
desiccation Plastic solid, it is usually 1410-1440 degrees C in temperature, and calcinating for 3 to 7 
hours is desirable. Moreover, a desiccation process and a baking process may be performed 
continuously. 
[0061] 

[Example] Hereafter, although an example explains this invention concretely, this invention is not 
limited to these examples. 

[0062] 1 . The approach shown below about the honeycomb filter obtained in the example and the 
example of a comparison which carry out the evaluation approach after-mentioned estimated. 
[0063] (1) Pore distribution and an average aperture were measured by the mercury press fit type 
porosimeter by pore distribution and the average aperture microphone ROMERI tex company of 
pore. 

[0064] (2) True specific gravity of porosity cordierite was carried out in 2.52g/cc, and porosity was 
calculated from total pore volume. 

[0065] (3) The honeycomb filter obtained in each example and the example of a comparison was 
made to carry out fixed time amount (2 minutes) passage of the exhaust gas made to generate soot 
with a collection efficiency soot generator, uptake of the soot contained in after [ filtering ] exhaust 
gas was carried out through the filter paper, and the weight (Wl) of soot was measured. Moreover, 
uptake of the exhaust gas made to generate the same time amount and soot was carried out through 
the filter paper, without passing a filter, and the weight (W2) of soot was measured. Subsequently, it 
substituted for the formula (1) showing each obtained weight (Wl) (W2) below, and collection 
efficiency was searched for. 
[0066] 

[Equation 1] (W2-W1) / (W2) xlOO - (1) 

[0067] (4) The pressure welding of the bore phi 13 0mm ring is carried out, the soot which made it 
generate with a soot generator was flowed within the limits of phi 130mm of a honeycomb filter 
through this ring, and the both-ends side of the honeycomb filter obtained in soot uptake pressure- 
loss ****, each example, and the example of a comparison was made to carry out uptake of the lOg 
soot. Subsequently, after the honeycomb filter had carried out uptake of the soot, the differential 
pressure before and behind a sink and a filter was measured for the air of 2.27Nm3/min, and the 
pressure loss in the condition of having carried out uptake of the soot was evaluated. 
[0068] 2. Mean Particle Diameter Shown in Example and Example Example of Comparison 1 Table 
1, and Talc of Particle Size Distribution (Mean Particle Diameter: 20 Micrometers) Powder with a 
particle size of 75 micrometers or more: 4 mass %, fused silica B (mean particle diameter: 35 
micrometers) Powder with a particle size of 75 micrometers or more : as shown in Table 2, 0.5 mass 
% and an aluminum hydroxide (mean particle diameter: 2 micrometers, powder:0 mass [ beyond 
particle-size 75micrometer ] %) It mixed at a rate of talc 37 mass %, fused silica B 19 mass %, and 
aluminum-hydroxide 44 mass %, and the cordierite-ized raw material was adjusted. 
[0069] Subsequently, as shown in Table 2, to this cordierite-ized raw material 100 weight section, 
the graphite 20 weight section, the polyethylene terephthalate 7 weight section, the polymethyl- 
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methacrylate 7 weight section, the hycLroxypropyl-methylcellulose 4 weight section, the lauric-acid 
potash soap 0.5 weight section, and the water 30 weight section were supplied and kneaded, and it 
considered as plasticity, and the cylinder-like plastic matter was fabricated with the vacuum 
kneading machine, and this reversible raw material was fed into the extrusion-molding machine, and 
was fabricated in the shape of a honeycomb. 

[0070] Subsequently, the bone dry of the acquired Plastic solid was carried out by hot air drying after 
dielectric drying, and the both-ends side was cut in the predetermined dimension. 
[0071] Subsequently, the through tube ******(ed) alternately the through tube in the desiccation 
object of the shape of this honeycomb in respect of the both ends which carry out opening by the 
slurry which consists of a cordierite-ized raw material of the same presentation. 
[0072] Finally, it calcinated and 1420 degrees C of honeycomb filters of size:phil44 mmxL152mm, 
septum thickness:300micrometer, and number of cels:300 eel / inch2 were obtained for 4 hours. 
[0073] In example 2 example 1, it replaced with fused silica B (mean particle diameter: 35 
micrometers, powder:0.5 mass [ beyond particle-size 75micrometer ] %), and the honeycomb filter 
was obtained like the example 1 except having mixed Quartz B (mean particle diameter: 19 
micrometers, powder:0.3 mass [ beyond particle-size 75micrometer ] %). 
[0074] In example of comparison 1 example 1, it replaced with fused silica B (mean particle 
diameter: 35 micrometers, powder:0.5 mass [ beyond particle-size 75micrometer ] %), and the 
honeycomb filter was obtained like the example 1 except having mixed fused silica A (mean particle 
diameter: 40 micrometers, powder:6 mass [ beyond particle-size 75micrometer ] %). 
[0075] Mean particle diameter shown in Table 1 in example 3 example 1, and talc of particle size 
distribution (mean particle diameter: 20 micrometers) Powder with a particle size of 75 micrometers 
or more: 4 mass %, a kaolin (mean particle diameter: 10 micrometers) Powder with a particle size of 
75 micrometers or more: 2 mass %, Quartz D (mean particle diameter: 5 micrometers) Powder with 
a particle size of 75 micrometers or more: 0.1 mass %, an aluminum oxide (mean particle diameter: 
6 micrometers) Powder with a particle size of 75 micrometers or more: 0.2 mass % aluminum 
hydroxide (mean particle diameter: 2 micrometers) As shown in Table 2, 0 mass % Powder with a 
particle size of 75 micrometers or more : Talc 40 mass %, It mixed at a rate of kaolin 1 mass %, 
quartz D21 mass %, aluminum oxide 19 mass %, and aluminum-hydroxide 19 mass %, and the 
cordierite-ized raw material was adjusted, The honeycomb filter was obtained like the example 1 as 
an ostomy agent to the cordierite-ized raw material 100 weight section obtained by the list except 
having added the graphite 20 weight section, the polyethylene terephthalate 10 weight section, and 
the polymethylmethacrylate 10 weight section. 

[0076] Mean particle diameter shown in Table 1 in example 4 example 1, and talc of particle size 
distribution (mean particle diameter: 20 micrometers) Powder with a particle size of 75 micrometers 
or more: 4 mass %, a kaolin (mean particle diameter: 10 micrometers) Powder with a particle size of 
75 micrometers or more: 2 mass %, Quartz B (mean particle diameter: 19 micrometers) Powder with 
a particle size of 75 micrometers or more: 0.3 mass %, an aluminum oxide (mean particle diameter: 
6 micrometers) Powder with a particle size of 75 micrometers or more: 0.2 mass % aluminum 
hydroxide (mean particle diameter: 2 micrometers) As shown in Table 2, 0 mass % Powder with a 
particle size of 75 micrometers or more : Talc 40 mass %, It mixed at a rate of kaolin 3 mass %, 
quartz B20 mass %, aluminum oxide 18 mass %, and aluminum-hydroxide 19 mass %, and the 
cordierite-ized raw material was adjusted, The honeycomb filter was obtained like the example 1 as 
an ostomy agent to the cordierite-ized raw material 100 weight section obtained by the list except 
having added the graphite 20 weight section, the polyethylene terephthalate 9 weight section, and the 
polymethylmethacrylate 9 weight section. 

[0077] The quartz B shown in Table 1 in example 5 example 4 as shown in Table 2 (mean particle 
diameter: 19 micrometers) Powder with a particle size of 75 micrometers or more : It replaced with 
0.3 mass % and Quartz D (mean particle diameter: 5 micrometers, powder: 0.1 mass [ beyond 
particle-size 75micrometer ] %) was mixed, The honeycomb filter was obtained like the example 4 
as an ostomy agent to the cordierite-ized raw material 100 weight section obtained by the list except 
having added the graphite 25 weight section, the polyethylene terephthalate 5 weight section, and the 
polymethylmethacrylate 10 weight section. 

[0078] The quartz B shown in Table 1 in example 6 example 4 as shown in Table 2 (mean particle 
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diameter: 19 micrometers) Powder with a particle size of 75 micrometers or more : It replaced with 
0.3 mass % and Quartz E (mean particle diameter: 10 micrometers, powder:0.1 mass [ beyond 
particle-size 75micrometer ] %) was mixed, The honeycomb filter was obtained like the example 4 
as an ostomy agent to the cordierite-ized raw material 100 weight section obtained by the list except 
having added the graphite 20 weight section and the polyethylene terephthalate 4 weight section. 
[0079] The quartz B shown in Table 1 in example 7 example 4 as shown in Table 2 (mean particle 
diameter: 19 micrometers) Powder with a particle size of 75 micrometers or more : It replaced with 
0.3 mass % and fused silica B (mean particle diameter: 35 micrometers, powder:0.5 mass [ beyond 
particle-size 75micrometer ] %) was mixed, The honeycomb filter was obtained like the example 4 
as an ostomy agent to the cordierite-ized raw material 100 weight section obtained by the list except 
having added the graphite 20 weight section, the polyethylene terephthalate 3 weight section, and the 
polymethylmethacrylate 9 weight section. 

[0080] The quartz B shown in Table 1 in example 8 example 4 as shown in Table 2 (mean particle 
diameter: 19 micrometers) Powder with a particle size of 75 micrometers or more : It replaced with 
0.3 mass % and fused silica C (mean particle diameter: 16 micrometers, powder: 1 mass [ beyond 
particle-size 75micrometer ] %) was mixed, The honeycomb filter was obtained like the example 4 
as an ostomy agent to the cordierite-ized raw material 100 weight section obtained by the list except 
having added the graphite 10 weight section and the polymethylmethacrylate 17 weight section. 
[0081] The quartz B shown in Table 1 in example of comparison 2 example 4 as shown in Table 2 
(mean particle diameter: 19 micrometers) Powder with a particle size of 75 micrometers or more : It 
replaced with 0.3 mass % and Quartz A (mean particle diameter: 20 micrometers, powder:8 mass 
[ beyond particle-size 75micrometer ] %) was mixed, The honeycomb filter was obtained like the 
example 4 as an ostomy agent to the cordierite-ized raw material 100 weight section obtained by the 
list except having added the graphite 20 weight section, the polyethylene terephthalate 7 weight 
section, and the polymethylmethacrylate 9 weight section. 

[0082] The quartz B shown in Table 1 in example of comparison 3 example 4 as shown in Table 2 
(mean particle diameter: 19 micrometers) Powder with a particle size of 75 micrometers or more : It 
replaced with 0.3 mass % and Quartz C (mean particle diameter: 5 micrometers, powder:3 mass 
[ beyond particle-size 75micrometer ] %) wets mixed, The honeycomb filter was obtained like the 
example 4 as an ostomy agent to the cordierite-ized raw material 100 weight section obtained by the 
list except having added the graphite 20 weight section, the polyethylene terephthalate 10 weight 
section, and the polymethylmethacrylate 10 weight section. 

[0083] The quartz B shown in Table 1 in example of comparison 4 example 4 as shown in Table 2 
(mean particle diameter: 19 micrometers) Powder with a particle size of 75 micrometers or more : It 
replaced with 0.3 mass % and fused silica D (mean particle diameter: 70 micrometers, powder:39 
mass [ beyond particle-size 75micrometer ] %) was mixed, The honeycomb filter was obtained like 
the example 4 as an ostomy agent to the cordierite-ized raw material 100 weight section obtained by 
the list except having added the graphite 20 weight section, the polyethylene terephthalate 6 weight 
section, and the polymethylmethacrylate 7 weight section. 

[0084] As shown in Table 2, in example 9 example 4 Talc 40 mass %, It mixed at a rate of kaolin 5 
mass %, quartz B19 mass %, aluminum oxide 17 mass %, and aluminum-hydroxide 19 mass %, and 
the cordierite-ized raw material was adjusted, The honeycomb filter was obtained like the example 4 
as an ostomy agent to the cordierite-ized raw material 100 weight section obtained by the list except 
having added the graphite 20 weight section, the polyethylene terephthalate 7 weight section, and the 
polymethyl-methacrylate 7 weight section. 

[0085] As shown in Table 2, in example 10 example 4 Talc 40 mass %, It mixed at a rate of kaolin 
10 mass %, quartz B17 mass %, aluminum oxide 16 mass %, and aluminum-hydroxide \7 mass %, 
and the cordierite-ized raw material was adjusted, The honeycomb filter was obtained like the 
example 4 as an ostomy agent to the cordierite-ized raw material 100 weight section obtained by the 
list except having added the graphite 10 weight section, the polyethylene terephthalate 8 weight 
section, and the polymethyl-methacrylate 15 weight section. 

[0086] As shown in Table 2, in example of comparison 5 example 4 Talc 40 mass %, It mixed at a 
rate of kaolin 15 mass %, quartz B14 mass %, aluminum oxide 15 mass %, and aluminum-hydroxide 
16 mass %, and the cordierite-ized raw material was adjusted, The honeycomb filter was obtained 
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like the example 4 as an ostomy agent to the cordierite-ized raw material 100 weight section 
obtained by the list except having added the graphite 20 weight section, the polyethylene 
terephthalate 4 weight section, and the polymethylmethacrylate 9 weight section. 
[0087] As shown in Table 2, in example of comparison 6 example 4 Talc 40 mass %, It mixed at a 
rate of kaolin 19 mass %, quartz B12 mass %, aluminum oxide 14 mass %, and aluminum-hydroxide 
15 mass %, and the cordierite-ized raw material was adjusted, The honeycomb filter was obtained 
like the example 4 as an ostomy agent to the cordierite-ized raw material 100 weight section 
obtained by the list except having added the graphite 20 weight section, the polyethylene 
terephthalate 4 weight section, and the polymethylmethacrylate 7 weight section. 
[0088] In example 1 1 example 10, as shown in Table 2, the honeycomb filter was obtained like the 
example 10 as an ostomy agent in the cordierite-ized raw material except having carried out the 2.4 
weight sections injection of the acrylic microcapsule (trade name: F-50E, Matsumoto Yushi- 
Seiyaku, Inc. make) which is foaming resin to the cordierite-ized raw material 100 weight section, 
without adding graphite, polyethylene terephthalate, and a polymethyl methacrylate. 
[0089] As shown in Table 2, in example 12 example 10 Talc 40 mass %, It mixed at a rate of kaolin 
0 mass %, quartz D21 mass %, aluminum oxide 16 mass %, and aluminum-hydroxide 23 mass %, 
and the cordierite-ized raw material was adjusted, As opposed to the cordierite-ized raw material 100 
weight section obtained by the list as an ostomy agent The honeycomb filter was obtained like the 
example 10 except having added the graphite 10 weight section, the polyethylene terephthalate 5 
weight section, the polymethylmethacrylate 5 weight section, and the acrylic microcapsule 1.8 
weight section that is foaming resin. 

[0090] As shown in Table 2, in example 13 example 10 Talc 40 mass %, It mixed at a rate of kaolin 
5 mass %, quartz B19 mass %, aluminum oxide 17 mass %, and aluminum-hydroxide 19 mass %, 
and the cordierite-ized raw material was adjusted, And the honeycomb filter was obtained like the 
example 10 to the obtained cordierite-ized raw material 100 weight section except having added the 
graphite 20 weight section and the acrylic microcapsule 2.8 weight section which is foaming resin as 
an ostomy agent. 

[0091] 3. The volume of the pore to which source components of a silica other than an evaluation 
kaolin and talc exceed 50 micrometers in the examples 1-13 which have the particle size distribution 
below powder 1 .0 mass % with a particle size of 75 micrometers or more could obtain the 
honeycomb filter currently controlled by 10% or less of the whole pore volume, and was able to 
attain 85% or more and high collection efficiency in this honeycomb filter. The volume of the pore 
to which source components of a silica other than a kaolin and talc exceed 50 micrometers especially 
in the examples 3 and 5 which have the particle size distribution which contains powder with a 
particle size of 75 micrometers or more below by 0.1 mass % could obtain the honeycomb filter 
currently controlled by 2% or less of the whole pore volume, and was able to attain 94% or more and 
very high collection efficiency in this honeycomb filter. 

[0092] The honeycomb filter with which the volume of the pore to which the particle size 
distribution of source components of a silica other than a kaolin and talc exceeds 50 micrometers on 
the other hand in the examples 1-4 of a comparison which contain powder with a particle size of 75 
micrometers or more by excess of 1.0 mass % exceeds 10% of the whole pore volume is obtained, 
and it has become 75% or less of low collection efficiency in this honeycomb filter. 
[0093] Moreover, in the examples 1-13 whose content of a kaolin is below 10 mass %, the pore 
volume of less than 10 micrometers was able to obtain the honeycomb filter currently controlled by 
15% or less of the whole pore volume. When a catalyst is attached to this filter, the blinding of the 
pore by the catalyst is controlled and the pressure loss at the time of soot uptake is presumed to be a 
small thing. 

[0094] On the other hand, in the examples 5 and 6 of a comparison in which the content of a kaolin 
exceeds 10 mass %, the honeycomb filter with which the pore volume of less than 10 micrometers 
exceeds 15% of the whole pore volume was obtained. In this honeycomb filter, when a catalyst is 
attached, pressure loss is presumed to be a large thing by the blinding of the pore by the catalyst. 
[0095] In the examples 11-13 which carried out 1.8-2.8 weight section addition of the foaming agent, 
the honeycomb filter whose porosity is 68 - 75% could be obtained to the cordierite-ized raw 
material 100 weight section, 91% or more and high collection efficiency could be attained in this 
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honeycomb filter, and, moreover, the pressure loss in below 8.5 (KPa) and a soot uptake condition 
had the small uptake pressure loss. 

[0096] In addition, in the example 12, although the honeycomb filter of 80% of porosity was 
obtained when the addition of foaming resin was changed into the 3.2 weight sections and the 
honeycomb filter was manufactured, it was not necessarily enough in respect of structure 
reinforcement. 



[0097] 
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[0098] 
[Table 2] 
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[Table 3] 
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[0100] 

[Effect of the Invention] As explained above, according to the porosity honeycomb filter and its 
manufacture approach of this invention, collection efficiency, such as a putty curate, can be high, 
and increase of the pressure loss by the blinding of pore can be prevented, and the porosity 
honeycomb filter which can demonstrate these properties corresponding to the diesel power plant 
which adopted high-pressure fuel injection in recent years, a common rail, etc. especially, and its 
manufacture approach can be offered. 



[Translation done.] 
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